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ABSTRACTED- PUB -NO: JP 4911383 9A 
BASIC -ABSTRACT: 

Colloidal silica (I) was used as thickening agent for emulsions of 
polymers 

from >1 of isoprene, vinyl chloride vinyl idene chloride, styrene, 
acrylic acid, 

methacrylic acid, acrylonitrile, Me acrylate, Bu acrylate, ME 
methacrylate , 

vinyl acetate, and vinyl propionate and were added during or after 
the emulsion 

polymn. In an example a mixt . of 80, a 20% aq. anionic surfactant 
soln. 20, a 

20% aq. nonionic surfactant soln. 19, NaHC03 0.4, and a 30% colloidal 
(I) 6g at 

70-5 degrees was mixed with 34g water contg. 0.7g K2S208, 25 g 58:42 
Me 

methacrylate-2-ethylhexyl acrylate, treated with 75g of the same 
monomer mixt . 

during 3 hr. stirred at 85 degrees for 1.5 hrs . and used to prep. 
2-ethylhexyl acrylate-methyl methacrylate copolymer films. 
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